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ADDED CLAIMS 11-20 



11. A process for treating a fib^r consisting of 



a. 



applying to said fiber a sloiid mixture to form a treated 



fiber, said solid mixture comprising 
1 . one or more materials 



cvclodextrins , cvclodext rin deri 



/atives, inclusion complexes of 



cyclodextrins , 



and inclusion 



derivatives , an d 

2 . one or more materials s 



of poly (carboxylic) acids and poly 
b, heating said treated fiber 



220C. ; 



washing said treated fiber wLth water; and 



d- drying said treated fiber. 



12- The process of claim 11 wherein said fiber has been formed 



(3)016 
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from the group consisting of 



! complexes of cyclodextrin 



sleeted from the group consisting 
(carboxylic) acid anhydrides; 
to a temperature between 150- 



into a material selected from the 



textile material, knitted textile material, non-woven textile 



group consisting of yarn r woven 



material, paper, leather and wood 



13. 



The process of claim 11 wherein said solid mixture further 



comprises a catalyst. 



GAGtf&OJN » T.IBOVICI LLP 
TSli. («17) 542-2290 
F*X. (fiUl 4S1-03I3 



Received from < 16174510313 > at 12/31/02 12:38:39 PM [Eastern Standard Time] 



fiber-based material. 
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14, The process of claim 11 wherein 



a . said fiber is impregnated wxtjh an aqueous solution of said 



mixture, and 

b. said impregnated fiber is 



driied 



15. The process of claim 14 



comprises a catalyst. 



16. The process of claim 11 whetein said treated fiber is dried 



@017 
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wherein said mixture further 



at a temperature of 40-150C before heating. 



17. The process of claim 16 w&erein said treated material is 



dried at approximately HOC, 



18. The fiber of claim 7, where i n : [CD] is selected from the group 
consisting of 



(a) a hydroxypropyl, methyl 
cyclodextrin, 

(b) a hydroxypropyl r methyl 



cyclodextrin, 
( c) a hydroxypropyl, methyll 



cyclodextrin, 
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or acetyl derivative of ot- 



or acetyl derivative of 3- 



or acetyl derivative of y- 



5- 
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(d) an inclusion complex of said c 



(e) an inclusion complex of said cjyclodextrin derivatives 



@018 
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yclodextrins and 



19. The fiber of claim 8, whereia '[CD] is selected from the group 



consisting of 

(a) a hydroxypropyl, methyl 
cyclodextrin, 

(b) a hydroxypropyl, methyl 
cyclodextrin, 



( c) a hydroxypropyl , methyl 
cyclodextrin^ 
(d) an inclusion complex of said b^clodextrins and 



(e) an inclusion complex of said byclodextrin derivatives 



ox acetyl derivative of a- 



or acetyl derivative of p- 



or acetyl derivative of y- 



20. The fiber of claim 9 whereflA said poly (carboxylic) acid is 



selected from the group consisting' of Y* 
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